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JEWELRY & ENABLING

PROCESSES            Place the buffing wheel on the spindle of the

Buffing                 polishing motor.

Charge the felt buffing wheel with tripoli for
flat surfaces.   The bristle buffing wheel and
tripoli are used for the recessed parts.
Buff the metal until it is free from surface
marks.

Washing               Wash in strong hot splution of soda, ammonia,

and water.

Remove and scrub with soap and a stiff brush
if there are recessed parts.

Polishing              Place the chamois or cloth buffing wheel on

the spindle of the polishing motor.
Apply rouge stick to the buffing wheel.
Buff the surface of the metal to a high polish.

Washing               Wash in a strong hot solution of soda, am-

monia and water.   Rinse.

COLORING

Coloring softens the tone of the metal and takes away the harsh
metallic look of the polished metal. Silver is generally colored
even if most of the coloring is buffed off. Gold is often just
buffed but if there are recessed parts it is best to use color to give
depth.

Tools                   Potassium sulphide solution for silver

and                      Ammonium sulphide solution

Working              Gas plate

Materials              Double boiler

Small hair brush

Soft doth

Whiting

Cloth or chamois buffing wheel